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DECLARATION 



Honorable 
Washington , 



riTP VTYOTARO TSKASAKA. UNDER 37 C-F.R. 1.132 



Coa mis sioner 
ri.C. 20231 



of Patents and Trademairkis 



I, Kiyotaro Terasaka. a citizen of Japan, c/o Yodogawa 
works of Dailiin Industries Ltd.. 1-1. Nishilxitotsuya, 
Settsa-eHi, cj)saka-fu, Japan, declare and say as follows^ 

1. I am lone of the joint Inventors of the above- 
identified application; 

2. I reieived a Master Degree of Applied Chemistry from 
the Graduate! School of University of Osaka Prefecture in 
Karch 1967; 

3. Since April 1987 to the present, I have been 
employed by Oaikin Industries Ltd- and engaged in the 
research works on the development of paint compositions of 
f luoronibbers . 

4. I rJad the Office Action issued on March 13. 2003 in 
the above- iiientlf led application and the prior arts cited 
therein, in particular EP-A-0 690 096 (EP'096)- 



■ /0669490362-=AOYAMA /03-09-02-15:56/001-005 
Froin:AQ]Ui & PARTNERS 

i 

•1 a 



To show 



the superiority of the composition claimed in 
the above-idaitifiea patent applicatioa, I carried out a 
comparative Ejcperiment , vhich is reported below: 
Sxperitodnt 

An aqueous f luoroelaetomer curable coating composition 
was prepared in the saroe manner as in Example 1 described in 
the specificJtion of the above-identified application except 
that DBU-b wcs used as a curing accelerator. Tlie stability 
and the properties listed in Table 1, which is described in 
the specif ici.tlon of the above-identified applicatlcn, were 



as follows: 

Stablli-ty: 



Gelled after 2 hours 
Tensile [strength: S5 Kgf/cm* 
Elongation: 151 % 

1 

Ttio properties are inferior to those o£ Example 1 
reported iu table 1 described in the specification of the 
above-identieied application. 
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The xxndersigaed declares further that all statementB 
made herein o:: this own kaowledge are true and that all 
statements made on Infoirmation and belief are believed to be 
true; and f ur :her that these statements were made with the 
Knowledge tha ; willful false statements and the like so that 
made are puniishable by fine or dlmprisonment ^ or both, under 
18 U.S. Code iool and that such willful false statements may 
be jeopardize j the validity of this application or any patent 
issuing therein. 




Kiyotaro TerasaKa 
Dated this ^ti day of September, 2003 



